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Description 

BACKGROUND OF THE INVENTION 

5 This invention relates to a heat transfer sheet, more particularly to a heat transfer sheet which Is useful 

for the heat transfer system by use of a sublimable dye (heat migratable dye), excellent In dye migratability 
during heat transfer, and also can give excellent Image density. 

As the method for giving excellent monocolor or fullcolor image simply and at high speed in place of the 
impact printing or general printing method, non-impact printing such as the ink jet system or the heat transfer 
10 system has been developed. Among these, the so called sublimation heat transfer system by use of a sublinrv 
able dye is the most excellent as one having excellent continuous gradation and giving fullcolor image com- 
parable with color photography. 

The heat transfer sheet to be used in the sublimation type heat transfer system as mentioned above may 
be generally one having a dye layer comprising a sublimable dye and a binder formed on one surfece of a sub- 
15 stfBte film such as polyester film, and a heat-resistant layer provided on the other surface of the substrate 
film for prevention of sticking of a thermal head. 

By superposing the dye layer surface of such heat transfer sheet on an image receiving material having 
an image receiving layer comprising a polyester resin and like, and heating imagewise firom the back of the 
heat transfer sheet by a thermal head, the dye in the dye layer is transferred to the image receiving material 
20 to form a desired image. 

In the heat transfer system as described above, only the dye is migrated from the dye layer to the image 
receiving material, and the binder remains on the substrate film side. In this case, sharper and higher density 
image can be formed, as the migratability of the dye Is better. 

As the method for improving migratability of the dye, it is the simplest to Increase printing energy, but higher 
25 printing energy results in increased printing cost undesirably, Further, when a plastic film is used as the sub- 
strate film, the thermal energy which can be applied Is of itself limited. 

As another method. It has been well known in the art to use a dye of low molecular weight, but when the 
molecular weight of the dye Is low. there ensues the problem that fastness of the Image formed such as bleed 
resistance, heat resistance is inferior. 
30 As the method for circumventing such problems, the method of using a dye with a high nwlecular weight 
has been known. However, use of these dyes with high molecular weights involves the problem that migrat- 
ability of the dye becomes inferior to form no sharp and high density image. 

Accordingly, a first object of the present invention is to provide a heat transfer sheet which can form an 
image of satisfactory density with lower printing energy as compared with the prior art, or can form an image 
35 of higher density with the same printing energy as In the prior art. 

Meanwhile, another known method for Improving migratability of the dye to add a compound having low 
melting point such as wax, etc. as the sensitizer into the dye layer. However, addition of these low melting conv 
pounds gives rise to problems such as blocking of the heat transfer sheet wound up in a roll, bleeding of the 
dye to be transferred to the back, etc. Further, during heat transfer, there ensues the problem that the dye 
40 layer tends to be fused onto the surfece of an Image receiving material to be peeled off with difficulty. When 
it is peeled off. the dye layer tends to be migrated to the image receiving material. 

An addition of fine particles such as silica as the release agent into the dye layer may be conceivable for 
solving these problems. However, in this case, the transferred image becomes coarse, whereby causing the 
problem that color reproducibility and resolution become low. Also, there is the method of adding a silicone 
45 oil as the release agent, but such silicone oil has no compatiblity with the dye layer, whereby there are involved 
such problems as generation of surface stickness, etc., occurence of discoloration of the transferred inr^age, 
whereby rather storability may be lowered. 

Therefore, a second object of the present invention is to provide a heat transfer sheet which can form an 
image of satisfactory density with lower printing energy as compared with the prior art. or can form an image 
so of higher density with the same printing energy as in the prior art without causing problems of storability and 
fusion to occur. 

SUMMARY OF THE INVENTION 

55 The object of the present invention is accomplished by the present invention as mentioned below. 

That is. the present invention relates to a heat transfer sheet having a dye layer comprising a dye, a binder, 
sensitizer and a releas agent provided on a substrate f Qm. characterized in that said sensitizer is a low mo- 
lecular weight substance having a melting point of 50 to 150X. and the release agent is a graft copolymer 
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having at least one reteasabie segment selected fronn polysiloxane segments, fiuorinated cart>on segments and 
long chain atkyi segments graft-bonded to the main chain of the copolymer. 

By permitting a sensitizer and a specific polymer release agent to exist in the dye layer, an image of sat- 
5 isfactory density can be formed with lower energy than the prior art without occurrence of problems of stor- 
abilrty and fusion, and also, a heat transfer sheet capable of forming an image of further higher density and 
precision can be provided with the same printing energy as in the prior art 

DETAILED DESCRIPTION OF THE INVENTION 

10 

Referring now to preferred embodiments, the present invention is described in more detail. 

The heat transfer sheet of the present invention comprises basically a dye layer formed on a substrate 
film similarly as in the prior art, but It is characterized by including a sensitizer and a specific release agent in 
said dye layer. 

15 As the substrate film of the heat transfer sheet of the present invention as described above, any of those 
known in the art having heat resistance and strength to some extent may be available, as exemplified by pa- 
pers, various converted papers, polyester films, polystyrene films, polypropylene films, polysulfone films, ara- 
mide films, polycarbonate films, polyvinyl alcohol films, Cellophane, etc. having a thickness of about 0.5 to 50 
\i m, particularly preferably polyester f ilnns. These substrate films may be either in separated sheet form or 
20 continuous film, and not particularly limited. Among these, particularly preferable Is a polyethylene terephtha* 
late film with the surface previously subjected to easily adherable treatment. 

The dye layer to be formed on the surface of the above-mentioned substrate film is a layer having at least 
a dye, a sensitizer and a release agent carried with any desired binder resin. 

As the dye to be used, all of the dyes used in the heat transfer sheet known in the art are effectively avail- 
25 able and not particularly limited. For example, some preferable dyes may include, as red dyes, MS Red G, 
Macrolex Red Violet R, Ceres Red 78, Samaron Red HBSU Resolin Red F3BS, etc., and also as yellow dyes, 
Foron Brilliant Yellow S-6GL, PTY-2. Macrolex Yellow 6G, etc., and also as blue dyes, Kayaset Blue 714, Waxo- 
line Blue AP-FW, Foron Brilliant Blue S-R, MS Blue 100, etc. 

As the binder resin for carrying the dye as mentioned above, any one of those known in the prior art can 
30 be used, and preferable examples may include cellulose resins such as ethyl cellulose, hydroxyethyl cellulose, 
ethylhydroxy cellulose, hydroxypropyl cellulose, methyl cellulose, cellulose diacetate, cellulose triacetate, cel- 
lulose acetate butyrate, etc.; vinyl resins such as polyvinyl alcohol, polyvinyl acetate, polyvinyl butyral, polyvinyl 
acetal, polyvinyl pyrrolldone, polyacrylamide, etc.; polyesters; and so on. Among them, cellutose type, acetal 
type, butyral type and polyester type, etc. are preferable from the points of heat resistance, migratability of 
35 dye, etc. Also, these binders should preferably have a Tg of 50*^0 or higher, because If Tg is lower than SO^'C, 
the binder is liable to be softened when the sensitizer is melted during heat transfer, whereby the dye layer 
beconnes readily fused to the image receiving material undesirably. 

The sensitizer to be used in the present invention is a low nrtolecular weight substance having a melting 
point of 50 to 150°C. If the melting point is lower than 50X, the sensitizer will be readily migrated to the dye 
40 surface to generate such problem as blocking, etc., while if the melting point exceeds laO^'C, the sensitizing 
action will be abruptly lowered undesirably. 

The sensitizer to be used in the present invention should preferably have a nK»Iecular weight within the 
range of 100 to 1,500. If the molecular weight is less than 100, it is difficult to maintain the melting point at 
50°C or higher, while if the molecular weight exceeds 1 .500, sharpness of melting of the sensitizer during heat 
45 transfer is lost, whereby the sensitizing action becomes insufficient undesirably. 

The above sensitizer should be used at a ratio of 1 to 100 parts by weight per 100 parts by weight of the 
binder forming the dye layer. If the amount used is less than 1 part by weight, it is difficult to obtain satisfactory 
sensitizing action, while if it exceeds 100 parts by weight, heat resistance of the dye layer will be lowered un- 
desirably. 

so The sensitizer as described above may be any known low molecular substance, provided that it has a melt- 
ing point of 50 to 150*C, but preferable sensitizers In the present invention may include thermoplastic resin 
oligomers, for example, various oligomers such as poly- urethane oligomer, polystyrene oligomer, polyester 
oligomer, polyacryl oligomer, polyethylene oligomer, polyvinyl chloride oligomer, polyvinyl acetate oligomer, 
ethytene/vinyl acetate copolymer oligomer, ethylene-acryl copolymer oligomer, polyoxyethylene oligomer, 

55 polyoxypropylene oligomer, polyoxyethylenepropylene oligomer, etc.; fatty acids such as myristic acid, palmitic 
acid, maigaric acid, stearic acid, arachic acid, nriontanic acid, etc.; fatty acid amides such as caproic acid amid , 
caprylic acid amide, lauric acid amide, stearic acid amide, oleic acid amide, eicosenic acid amid , etc; fatty 
acid esters such as methyl behenate, methyl lignocerate, methyl nrwntanate, pentadecyl palmitate, hexacosyl 
stearate, carbamk: acid {1,4-phenylenebis(methylene)]blsdimethyl ester, etc.; otherwise, aromatic compounds 
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such as 1,4-dlcyclohexylbenzene, benzoic acid, aminobenzophenone. dimethyl lerephthalate, fluoranthene, 
phenols, naphthalenes, phenoxys; various waxes; and so on. 

The release agent to be us din the pr s nt Invention is a polymer having at least one releasabie segm nt, 
having releasabie segments graft-bonded as the side chain to a polymer which is the main chain. 

The releasabi segment of such polymer itself is generally low in compatibility with the polymer as the 
main chain. Therefore, when the dye layer is formed by adding such polymer into the dye layer, or by use of 
the releasabie polymer as the binder, the releasabie segments are susceptible to microphase separation from 
the dye layer thereby to bleed out on the surface of the dye layer. On the other hand, the main chain tends 
to be integrated with the dye layer to adhere onto the substrate film. By concerting of these actions, the re- 
leasable segments are enriched on the surface side of the dye layer, whereby good releasability can be ob- 
tained. The releasabie segments will not be departed from the dye layer with the main chain, and therefore 
they never migrated onto the surface of other articles such as image receiving material. 

The above-mentioned releasabie polymer is a graft copolymer having at least one releasabie segment se- 
lected from polyslloxane segments, fluorinated carbon segments and tong-chain alkyi segments graft-bonded 
to the main chain. 

As the polymer of the main chain, any polymer having reactive functional group known In the art may be 
used. Preferable examples may include cellulose resins such as ethyl cellulose, hydroxyethyl cellulose, ethyl- 
hydroxy cellulose, hydroxypropyl cellulose, methyl cellulose, cellulose acetate, cellulose acetate butyrate, etc.; 
vinyl resins such as acrylic resin, polyvinyl alcohol, polyvinyl acetate, polyvinyl butyral, polyvinyl acetal. poly- 
vinyl pyrrolidone. pdyacrytamide. etc.; polyamide resins; polyurethane resins; polyester resins; and so on. 
Among these, from the point of compatibility with the binder, acrylic, vinyl, polyester, polyurethane, polyamide 
or cellulose resins are particularly preferred. 

The above-mentioned releasabie copolymer can be synthesized according to various methods. As a pre- 
ferable method, the method of reacting a releasabie compound having a functional group reactive with the 
functional group existing in the main chain after formation of said main chain may be employed. 

As an example of the releasabie compound having the above-mentioned functional group, the compounds 
as set forth below may be Included. 

(a) Polyslloxane compounds: 
(1) 




(2) 




(3) 



CH., CH^ CH^ 
CHg-Si-O- (Si-0) ^-S i- ( ) 3NH2 
CH3 CH3 CH3 
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(4) 



CH^ 



CH^ CH-5 O 
CHj-Si-O- ( S i-0 ) i- ( CHj ) 3OCH2CH-CH2 



CH- 



CH. 




(6) 




(7) 




In the above formulae, a part of methyl groups may t>e also substituted with other alkyi groups 
aromatic groups such as phenyl group, etc. 
(b) Fluorinated carbon compounds: 

(8) CeFi7C2H40H 

(9) C6F13C2H4OH 
(10) 



^^3 



(11) CeF,7C2H40H 

(12) C10F21C2H4OH 

(13) C8Fi7S02N(C2H5)C2H40H 

(14) C8Fi7S02N(C2H5)C2H40H 

(15) C6F13COOH 

(16) CeFisCOCI 

(17) C8F17C2H4SH 



EP 0 390 044 B1 



(18) 

0 

/ \ 

Cl0^2lC2"4OCH2CH-CH2 

(c) Long-chain alkyi compounds: 
10 Higher fatty acids such as lauric add, myristic acid, palmitic acid, stearic acid, oleic acid, linoieic acid, etc. 
and acid halides thereof; higher alcohols such as nonyl alcohol, capryt alcohol, lauryl alcohol, myristyl alcohol, 
cetyl alcohol, stearyt alcohol, deyl alcohol, linoleyl alcohol, ricinoleyl alcohol, etc.; higher aldehydes such as 
capric aldehyde, lauric aldehyde, myristic aldehyde, stearic aldehyde, etc.; higher amines such as decylamine, 
laurytamine, cetylamine, etc. 

15 The above examples are merely illustrative, and other various reactive releasable compounds are available 
from, for example, Shinetsu Kagaku K.K., Japan, etc. and all of them can be used in the present invention. 
Particularly preferable is a mono-functional releasable compound having one functional group in one molecule, 
and when a polyfunctional compound having two or more functionalities is used, the graft copolymer obtained 
tends to t>e gelled undesirably. 

20 The relationship of the above-mentioned functional releasable compound and the main chain polymer as 
illustrated above may be as shown below in Table B1, when the functional group of the releasable compound 
is represented by X and the functional group of the main chain polymer by Y. Of course, the relationship be- 
tween X and Y may be vice versa, or the respective groups may be used in mixtures, and also these examples 
are not limitative, so long as both are reactive with each other. 

25 
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Table Bl 



5 





X 


Y 


10 


-NCO 


-OH, -NH^, 


-NHR-, -COOH, -SH, etc. 




-COCl 


-OH, -NHj, 


-NHR-, -SH, etc. 


IS 


-CH-CH^ 

V 


-OH, -NHj, 


-COOH, etc. 




— c — c- 
1 1 


-OH, -NH2, 


-NHR, -SH, etc. 


20 


o=c c=o 

\ / 

o 






25 


^rsu CXI 


-C= C- 
1 1 

\ / 
0 


, -NCO, -COOR, -CHO, -COCl, 
-COOH, etc. 


30 


-NHj, -NHR- 


-c= c- 
' 1 

o=c c=o 

\ / 

0 


, -NCO, -COOH, -COCl, 






-CH-CH,, etc. 


35 










-COOH 


-CH-CH-., - 
\ / ^ 
0 


NCO, -OH, -m^. -NHR-, etc. 



As another preferable preparation method, also by reacting the above-mentioned functional releasable 
45 compound with a vinyl compound having a functional group reactive with the functional group to form a mono- 
mer having a releasable segment, and copolymerizing this with various vinyl monomers, a desired graft co- 
polymer can be similarly obtained. 

As another preferable preparation method, there may be employed the method in which a mercapto com- 
pound such as the above exemplary compound (7) or a releasable vinyl compound as nrtentioned above is add- 
so ed to a polymer having unsaturated double bond in its main chain such as unsaturated polyester, copolymer 
of vinyl monomer with a diene compound such as butadiene, etc. to be grafted thereon. 

The above methods are preferable examples of preparation methods, and the present invention can also 
use graft copolymers prepared by other methods as a matter of course. 

The content of the releasable segments in the above-mentioned polymer may be preferably within the 
55 range of the amount of the releasable segments occupied In the polymer ranging from 3 to 60 % by weight If 
the amount of the releasable segments is too small, rel asability becom s insufficient, while if it is too much, 
compatibility with the binder or the coating strength of the dye layer is towered, and also the problem of dis- 
coloration or storability of the transferred image will occur undesirably. 

The releasable polymer as describ d above can be also used as the binder in place of the above-described 
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binder. 

The heat transfer sheet of the present invention can be obtained by coating and drying a solution of the 
dye, the sensitizer, the release agent and the binder as described above with addition of necessary additiv s 
5 dissolved in an appropriate organic solvent or at dispersion thereof in an organic solvent or water on t least 
one surface of the above-mentioned substrate film by formation means such as the gravure printing method, 
the screen printing method, the reverse roll coating method by use of gravure plate, etc. thereby forming a 
dye layer. 

The dye layer thus formed has a thickness of about 0.2 to 5.0^ m, preferably 0.4 to 2.0^ m, and the sub- 
10 limable dye in the dye layer should exist suitably in an anrwunt of 5 to 90 % by weight, preferably 10 to 70 % 
by weight, of the weight of the dye layer. 

The dye layer to be formed, when the desired image is mono-color, is formed by selecting one color from 
among the above-mentioned dyes, while when the desired image is a full-color image, for example, appropriate 
cyan, magenta and yellow (further black, if necessary) are selected to form a dye layer of yellow, magenta 
IS and cyan (and further black, if necessary). 

According to the present invention as described above, by adding a sensitizer and a specific release agent 
into the dye layer, a heat transfer sheet which can form an image of satisfactory density with lower printing 
energy as compared with the prior art or can form an Image of further higher density with the same energy 
as in the prior art without causing the problems of storability and fusion to occur can be obtained. 
20 The present invention is described in more detail by referring to Examples and Comparative Examples. In 
the sentences, parts or % are based on weight, unless otherwise particularly noted. 

Reference Example B1 

25 40 Parts of a copolymer of 95 mole % of methyl methacrylate and 5 mole % of hydroxyethyl methacrylate 

(molecular weight 120,000) were dissolved in 400 parts of a solvent mixture of equal amounts of methyl ethyl 
ketone and toluene, and subsequently 10 parts of the polysiloxane compound (5) as exemplified above (mo- 
lecular weight 3,000) were added dropwise gradually to carry out the the reaction at 60^0 for 5 hours. 

The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 

30 precipitation method, indicating that it was the reaction product of the polysiloxane compound and the acrylic 
resin. By analysis, the amount of the polysiloxane segments was about 7.4 %. 

Reference Example B2 

35 50 Parts of a polyvinyl butyral (polymerization degree 1.700. hydroxyl content 33 mole %) were dissolved 
in 500 parts of a solvent mixture of equal amounts of methyl ethyl ketone and toluene, and subsequently 10 
parts of the polysiloxane compound (5) as exemplified above (molecular weight 3,000) were added dropwise 
gradually to carry out the reaction at SO^^C for 5 hours. 

The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 

40 precipitation method, indicating that it was the reaction product of the polysiloxane compound and the polyvinyl 
butyral resin. By analysts, the amount of the polysiloxane segments was about 5.2 %. 

Reference Example B3 

45 70 Parts of a copolymer comprising 45 mole % of dimethyl terephthalate, 5 mole % of dimethyl monoa- 
minoterephthalate and 50 mole % of trimethylene glycol (molecular weight 25.000) were dissolved in 700 parts 
of a solvent mixture of equal amounts of methyl ethyl ketone and toluene, and subsequently 10 parts of the 
polysiloxane compound (4) as exemplified above (molecular weight 10.000) were added dropwise gradually 
to carry out the reaction at BO^'C for 5 hours. 

50 The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 

precipitation method, indicating that it was the reaction product of the polysiloxane compound and the poly- 
ester resin. By analysis, the amount of the polysiloxane segments was about 5,4 %. 

Reference Example B4 

55 

80 Parts of a polyurethane resin obtained from a polyethylene adipate diol, butane diol and hexamethylene 
diisocyanate (molecular weight 6.000) were dissolved in 800 parts of a solvent mixture of equal amounts of 
methyl ethyl ketone and toluene, and subsequently 10 parts of the polysiloxane compound (6) as exemplified 
above (molecular weight 2,000) were added dropwise gradually to carry out the reactton at 60*C for 5 hours. 
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The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 
precipitation method, indicating that it was the reaction product of the polysiloxane compound and the poly* 
urethane resin. By analysis, the amount of the polysiloxane segments was about 4.0 %. 

5 

Reference ExampI B5 

1 00 Parts of a mixture of 5 mole % of the monomer obtained by the reaction of the above-mentioned poly- 
siloxane compound (3) (molecular weight 1 ,000) with methacrylic acid chloride at a molar ratio of 1 :1 , 45 mole 
10 % of methyl methacrylate, 40 mole % of butyl acrylate and 10 mote % of styrene and 3 parts of azobisisobu- 
tyronitriie were dissolved in 1000 parts of a solvent mixture of equal amounts of methyl ethyl ketone and tol- 
uene, and polymerization was carried out at 70X for 6 hours to obtain a viscous polymer solution. 

The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 
precipitation method. By analysis, the amount of the polysiloxane segments was about 6.1 %. 

15 

Reference Example B6 

50 Parts of a styrene- butadiene copolymer (molecular weight 150,000, butadiene 10 mole %) and 2 parts 
of azobisisobutyronitrile were dissolved in 500 parts of a solvent mixture of equal amounts of methyl ethyl ke- 
20 tone and toluene, and subsequently 10 parts of the polysiloxane compound (7) as exemplified (molecular 
weight 10,000) were added dropwise gradually to carry out the reaction at BO^'C for 5 hours. 

The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 
precipitation method, Indicating that it was the reaction product of the polysiloxane compound and the copo- 
lymer. By analysis, the amount of the polysiloxane segments was about 6.2 %. 

25 

Reference Example B7 

80 Parts of a hydroxyethyl cellulose were dissolved In 800 parts of a solvent mixture of equal amounts of 
methyl ethyl ketone and toluene, and subsequently 10 parts of the polysiloxane compound (6) (molecular 
30 weight 2,000) were added dropwise gradually to carry out the reaction at eo^'C for 5 hours. 

The product was found to be uniform, and no polysiloxane compound could be separated by the fractional 
precipitation method, indicating that it was the reaction product of the polysiloxane compound and the hydrox- 
yethyl cellulose. By analysis, the amount of the polysiloxane segments was about 5.8 %. 

35 Reference Example B8 

A releasable graft copolymer was obtained in the same manner as in Reference Example B1 except for 
using the fluorinated carbon compound (16) as exemplified above in place of the polysiloxane compound in 
Reference Example B1. 

40 

Reference Example B9 

A releasable graft copolymer was obtained in the same manner as in Reference Example B2 except for 
using the fluorinated carbon compound (18) as exemplified above in place of the polysiloxane compound In 
45 Reference Example B2. 

Reference Example B10 

A releasable graft copolymer was obtained in the same manner as in Reference Example 85 except for 
50 using methacrylte of the fluorinated carbon compound (10) as exemplified above in place of the polysiloxane 
compound in Reference Example B5. 

Example B and Comparative Example B 

55 On the surface of a polyethylene t rephthalate film with a thickness of S\i m as the substrate applied with 

the heat-resistant treatment on the back opposite to the surface on which a dye layer is to be formed, an ink 
composition for formation of dye layer having the composition shown below was coated and dried by gravure 
printing to a thickness on drying of 1 .0 g/m^ to prepare heat transfer sheets of the present invention and Conv 
parative Example shaped in continuous f 3ms. 
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Kayaset Blue 714 

(Nippon Kayaku K.K., Japan, 5.50 parts 
C.l. Solvent Blue 63) 
Polyvinyl butyral resin 

(Ethlec BX-1, Sekisui Kagaku 3,00 parts 
Kogyo K,K., Japan) 

Sensitizer (shown below in 1.00 part 
Table B2) 

Release agent (above 

Reference example) 1.00 part 

Methyl ethyl ketone 22.54 parts 

Toluene 68.18 parts 



Next, by use of a synthetic paper (Oji-Yuka, Yupo FPG 150) as the substrate film, on one surface thereof 
was coated a coating solution having the following connposition at a ratio of 4,5 8/m2 on drying, followed by 
drying at 100''C for 30 minutes, to obtain image receiving materials to be used in the present invention and 
Comparative Example. 



Polyester resin 11.5 parts 

(Toyobo, K.K., Japan, Vylon 200) 
Vinylchloride-vinyl acetate 
copolymer 

(UCC, VYHH) 5.0 parts 
Amino-modif led silicone oil 
( Shine tsu Kagaku Kogyo K.K., 1.2 parts 
Japan, KF393) 

Epoxy-modified silicone oil 

(Shinetsu Kagaku Kogyo K.K., 1.2 parts 

Japan, X-22-343) 

Methyl ethyl ketone 40.8 parts 

Toluene 40.8 parts 

Cyclohexane 20.4 parts 



Heat transfer test 



Each of the heat transfer sheet of the above-mentioned Example B and Comparative Example B and the 
image receiving material as described above were superposed as opposed to each other, and by use of a ther- 
mal head (KMT-85-6, MPD2) from the back of the heat transfer sheet, thermal head recording was performed 
under the condition of a head application voltage of 12.0 V, step pattern successively reduced at every 1 msec, 
from applied pulse width of 16.0 msec/line, and 6 line/mm (33.3 msec/line) in the sub-scanning direction to 
give the results shown below in Table B2. 
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The relativ sensitivity was determined by measuring the printed image density and comparting it relatively 
with the printing density of Comparative example A1 as 1.0, and releasabitity was judged by peeling off the 
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heat transfer sheet after printing: 

O : easily peeled off without problem 

X : pe led off with difficulty with a part of the dye layer transferred as such. 
5 As described above, according to the present invention, the density improvement effect by 30 % or more 

was obtained with the same printing energy by adding only a specific sensitizer and a release agent into the 
dye layer. 



10 Claims 

1. A heat transfer sheet having a dye layer comprising a sublimable dye, a binder, a sensitizer and a release 
agent, provided on a substrate film, 

said sensitizer being a low molecular weight substance having a melting point of 50 to ISO^'C; 
15 said release agent being a graft copolymer having at least one releasable segment selected from 

polysiloxane segments, ftuorinated carbon segments and long chain alkyi segments graft-bonded to the 
main chain of the copolymer, and wherein 

said release agent can be used alternatively as said binder in place of said binder. 

20 2. A heat transfert sheet according to daim 1 » wherein the main chain of the releasable polymer is compatible 
with the binder. 

3. A heat transfer sheet according to claim 1 or 2, wherein the main chain of the releasable polymer is an 
acrylic, vinyl, polyester, polyurethane, potyamide or cellulose resin. 

25 

4. A heat transfer sheet according to any one of claims 1 to 3, wherein the low molecular weight substance 
has a molecular weight of 100 to 1 ,500. 

5. A heat transfer sheet according to any one of claim 1 to 4, wherein the amount of the low molecular weight 
substance is 1 to 1 00 parts by weight per 1 00 parts by weight of the binder. 

30 

6. A heat transfer sheet according to any one of claim 1 to 5. wherein the binder has a Tg of SO^'C or higher. 

7. A heat transfer sheet according to any one of claim 1 to 6, wherein the surface of the substrate sheet is 
subjected to easy adhesion treatn>ent. 

35 

Patentanspruche 

1. Warmeubertragungsfolie mit einer Farbstoffschicht, die einen sublimlerbaren Farbstoff. ein Bindemittel, 
40 einen Sensibitisator und ein Freisetzungsmittel aufweist und auf einem Substratf ilm vorgesehen ist, 

welcher Sensibilisator eine Substanz mit niedrigem Molekulargewicht und einem Schmelzpunkt 
von 50 bis 150**C ist; 

welches Freisetzungsmittel ein Pfropfcopolymer mit mindestens einem freisetzbaren Segment ist, 
das aus Polysiloxansegmenten. fluorierten Kohlenstoffsegmenten und langkettigen Alkylsegmenten, die 
45 2ur Hauptkette des Copolymers pfropfgebunden sind, ausgewahit ist; und worin 

das Freisetzungsmittel alternativ als das Bindemittel anstelle des Bindemlttels verwendet werden 

kann. 

2. Warmeubertragungsfolie nach Anspruch 1 , worin die Hauptkette des freisetzbaren Polymers mit dem Bin- 
so demittel kompatibel ist. 

3. Warmeubertragungsfolie nach Anspruch 1 oder 2, worin die Hauptkette des freisetzbaren Polymers ein 
Acryl-, Vinyl-, Polyester-, Polyurethan-, Polyamid- oder Celluloseharz Ist 

4. Warmeubertragungsfolie nach irgendeinem der Anspruche 1 bis 3, worin die Substanz mit dem niedrigen 
Molekulargewicht ein Molekulargewicht von 100 bis 1.500 besitzt 

5. Wirm ubertragungsfolie nach irgendeinem der Anspruche 1 bis 4, worin die Menge der Substanz mit dem 
niedrigen Molekulargewicht 1 bis 100 Gewichtsteile pro 100 Gewichtsteile Bindemittel ist. 
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6. W§rm ubertragungsfolienachirg nd Inemd rAnspruchel bis5,worindasBindemittelelneTgvon50*'C 
Oder hoher besitzt. 

5 7. Warmeubertragungsfolie nach irgendeinem der Anspruche 1 bis 6, worin die Oberflache der Substratfolie 
einer Behandlung zum muhelosen Haften unterzogen ist 
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Revendications 



1. Feuille pour le transfert de chaleur ayant une couche de colorant comprenant un colorant sublimabie, un 
liant, un sensibilisateur et un agent de liberation, fburnis sur un film substrat. 

ledit sensibilisateur 6tant une substance de faible niasse mol^culaire ayant un point de fusion de 
50^1 150°C; 

f 5 ledit agent de liberation etant un copolym^re gref fe ayant au moins un segment lib^rable choisi par- 

mi les segments polysiloxane, les segments de carbone fluor^ et les segments alkyie ^ longue chaTne 
lies par greffage k la chaTne principale du copolymere; et dans taquelle on peut utiliser, en variante. ledit 
agent de liberation en tant que ledit liant au lieu dudit liant. 

2Q 2. Feuille pour le transfert de chaleur selon la revendication 1 , dans laquelle la chaTne principale du pdymere 
liberable est compatible avec le liant. 

3. Feuille pour le transfert de chaleur selon la revendication 1 ou 2, dans laquelle la chaTne principale du 
polymere liberable est une resine acrylique, vinylique, polyester, polyurethanne, polyamide ou cellulosi- 

4. Feuille pour le transfert de chaleur selon Tune quelconque des revendications 1 d 3. dans laquelle la subs- 
tance de faible masse moieculaire a une masse moieculaire de 100 ^ 1 500. 

5. Feuille pour le transfert de chaleur selon Tune quelconque des revendications 1^4. dans laquelle la quan- 
^ tite de substance de faible masse moieculaire est de 1 e 100 parties en poids pour 100 parties en poids 

du liant 

6. Feuille pour le transfert de chaleur selon Tune quelconque des revendications 1 d 5. dans laquelle le liant 
a une Ty de SO'^C ou superieure. 



Feuille pour le transfert de chaleur selon Tune quelconque des revendications 1^6, dans laquelle la sur- 
face de la feuille de substrat est soumise k un traitement d'adherence facile. 
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